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Dry, mouldable drug formulation 

The invention concerns a long-term stable, solid, mouldable pharmaceutical compo- 
5 sition for parenteral Injection, a method for producing same, use of the composition 
as well as a device containing at least one composition. 

Prior art 

10 Infection of solutions 

By far the most widely used method for parenteral injection of drugs is by Injection of 
an aqueous solution using a hypodermic syringe. The use of aqueous solutions Is 
associated with a number of inherent problems. In order to inject a given volume of 
1 5 drug, a much larger volume of water and different additives also have to be injected. 
Weight ratios of drug to solvent may be In the range of 1:100 to 1:1,000. For intra- 
muscular Iniectlon, the pain associated with injection Is primarily caused by the vol- 
ume injected, not by the penetration of the skin. Any reduction In volume would thus 
lead to a reduction In pain for the patient. 

20 

For some drugs, the solubility in water is very low. Tnis has two consequences. Ei- 
ther the solutions become dilute and thereby the Injection volume Increases. Or. 
additives such as surfactants must be added to the solution to increase the concen- 
tration of active ingredient. Such additives or surfactants are potentially toxic. The 
25 potential for toxicity greatly limits the possibilities for developing formulations, thus 
potentially limiting the availability of important drugs. 

Generally, an aqueous solution of any given drug Is chemically less stable than a 
dry formulation of the same drug. Furthermore, an aqueous solution is prone to ml- 

30 crobial contamination and needs to be sterilised by use of heat, radiation, filtration or 
chemical means. To Increase the shelf life of aqueous drug formulations preserva- 
tives, stabilisers, antioxidants, biocldes etc are often added. These additives may 
also add to the toxicity of the formulation. Alternatively or additionally, the aqueous 
solutions may require special storage conditions at low temperature to avoid chemt- 

35 cal or microbial break down of the active Ingredients and to avoid microbial growth. 
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For parenteral Injection, the syringe needs to penetrate the epidermis or the mu- 
cosa. Whereas the tip of the syringe may be pointed and very thin, the presence of a 
hole provides it with a cutting edge which produces a micro-wound in the epidermis 
5 and thereby pain. Furthermore, for many patients, especially children, the pre- 
Injection fear for pain is a factor to consider. 

A considerable risk for hospital professionals as well as for sanitation workers is the 
risk of contamination from used hypodermic needles, which may carry Infection. 
10 Patients may also be infected through multiple uses of needles. 

Solid dose administration 

Powder injection 

15 

A number of publications deals with the task of Injecting drugs formulated as solid 
mlcroparticles. WO 94/24263 (Oxford Biosciences Ltd) discloses an apparatus for 
parenteral injection of particles or powders of a therapeutic agent. The therapeutic 
agent may be pure or mixed with a carrier, which will typically constitute less than 
20 75 %. preferentially less than 50 % of the composition. Particles ranging from 0.1 to 
250 urn In diameter are injected by means of a pressurised gas such as helium. 

WO 96/03978 (Quadrant Holdings Cambridge Ltd) discloses a drug formulation In 
the shape of micro-fibres or micro-needles 1 to 150 um in diameter and 5 to 150 um 
25 long. The drug formulation may contain up to 20 % active substance dispersed in an 
amorphous glassy matrix made from carbohydrate or carbohydrate derivatives. The 
preferred way of administering the formulation Is through ballistic injection. 

Due to the variation in particle size and shape. It is difficult to obtain a very precise 
30 penetration depth by powder Injection. In parenteral Injection, it is Imperative to de- 
liver the drug to the correct tissue, since drugs which do not penetrate the cutis are 
not taken up by the body, and since some drugs should reach the muscular tissue, 
some the subcutis and some the cutis to be transferred to the blood stream within a 
predetermined time limit. Energising means used for Injecting the particles may in- 
35 dude compressed gas. and explosives Such as, propane, gasoline, or gunpowder. 
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Such explosive means provides the apparatus for their administration with potential 
danger. 

Implants 

5 

Solid dose drug formulations may also be administered by Implantation. WO 
93/10758 (Pitman Moore Inc) discloses such a sustained release formulatron com- 
prising art amorphous carbohydrate glass matrix, a biologically active therapeutic 
agent and a hydrophobic substance which modifies the rate of release of the thera- 

10 peutic agent from the glass matrix. This formulation may be in the shape of a rod 
extruded through a syringe and cut to lengths of 5 mm. These formulations comprise 
from 2 to 20 % therapeutic agent. The carbohydrate glass matrix makes up between 
60 and 90 % of the formulation and is made from a mixture of one carbohydrate, a 
recrystallisatton retarding agent and water. The formulations ere intended for Inv 

1 5 plantation but may also be administered orally. 

WO 06/03978 (Quadrant Holdings Cambridge Ltd) (op.cit.) also encompasses mac- 
roscopic beads for subdermal implantation. 

20 Whereas implants are excellent for sustained release they are not suitable for drugs, 
which have to be administered frequently, such as insulin or growth factors, or at 
varying time intervals, due to the need for medical assistance for their administra- 
tion. 

25 Needle injection systems 

A few publications also deal with the task of administering a solid pharmaceutical 
composition having the shape of a needle or toothpick. Such formulations can be 
administered with greater precision than the abcvementioned powders. 

30 

WO 06/08289 (Societe de conseils de recherches et duplication scientifiques S.A) 
discloses a device for parenteral administration of a medicament The medicament 
has the shape of one end of a toothpick. Its dimensions range from 1 mm to 3 cm in 
length. The diameter may be up to 2 mm. The medicament comprises at least 50 % 
36 active Ingredient but may consist of 100 % active ingredient without any carrier. 



6 



16/04/99 



13=49 HE I DEN & HO I BERG 43508001 



NR. 021 07 



4 

Suitable water soluble carriers are e.g. hyaluronic acid, cellulose, poryalcohols, sug- 
ars, geletin. polyvinylpyrrolidone and starches. The carrier may also be water in- 
soluble but biodegradable to provide sustained delivery. The medicament has a 
crush strength of 6 milllpoise and is prepared using conventional techniques such as 
5 compression, thermofuslon, or extrusion. 

Macroneedies for injection are also disclosed in WO 96/03978 (Quadrant Holdings 
Cambridge Ltd). These needles are of the dimension 0.1 to 4 mm In diameter and 1 
to 30 mm in length. The needles comprise a glassy vehicle and an effective amount 
10 of at least one guest substance. The glassy vehicle may comprise either a stabilis- 
ing polyol or a hydrophobic carbohydrate derivative. The amount of guest substance 
may be up to 20 % of the composition. The composition is disclosed as having suffi- 
cient compressive strength to be driven directly through the skin. 

15 To obtain a satisfactory soJid-dosB-parenterat-InJection, the composition to be in- 
jected must be of small volume to avoid Injection pain and to achieve rapid dissolu- 
tion. The small volume should be obtained by providing the composition with a 
strong carrier, whereby the amount of drug can be increased. The composition 
should be provided with a well-defined strength to make it possible to penetrate the 

20 cutis of the patient, be it an animal or human being. Furthermore, the composition 
should be long-term stable at ambient temperature in terms of both strength and 
structure of the composition and the biological activity of the drug. The carrier used 
to provide the necessary strength should comprise compounds that are tissue com- 
patible and that are contained in the pharmacopoeia. 

25 

Summary of the Invention 

The present Invention provides a solid pharmaceutical composition for parenteral 
injection comprising a binder and at least one therapeutic agent, said binder consti- 
30 tuting from 5 to 60 % by weight of the composition and said binder comprising at 
least one binding agent being a carbohydrate, and optionally at least one non- 
crystallisation agent, whereby said binder forms an amorphous matrix. 

Thereby, it is possible to provide a composition having sufficient strength for paren- 
35 teral injection yet having a large content of therapeutic agent. 
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Furthermore the Invention provides a method for preparing a solid pharmaceutical 
composition for parenteral injection comprising, mixing at least one therapeutic 
agent homogeneously with a binder, obtaining an amorphous melt matrix, whereby 
5 the binder comprises at least one binding agent being a carbohydrate and optionally 
at least one non-crystallisation agent, said binder constituting from 5 to 60 % by 
weight of the composition, shaping the melt to a predetermined geometry, cooling to 
below the Tg of the binder obtaining the composition, optionally removing the com- 
position from the mould cavity. 

10 

According to an especially preferred embodiment, the melt is Injected into a mould 
cavity having a predetermined geometry. It is a great advantage of this embodiment 
that it is possible to shape the composition by injection moulding, since methods for 
injection moulding are well developed and known to be industrially applicable. Injec- 
15 tion moulding methods are used frequently for manufacture of plastic products such 
as syringes, fillers, catheters etc. according to aseptic standards. 

Another scope of the Invention is to provide the use of a solid pharmaceutical com- 
position as defined above for parenteral injection. The use of the compositions ac- 
20 cording to the present invention has many advantages over the prior art, especially 
for patients requiring frequent medication and for immunisation. 

Finally the invention encompasses a device containing at least one solid pharma- 
ceutical composition as defined above for parenteral injection, said device being 
25 adapted to Inject the composition through epidermis or mucosa. The compositions 
can be moulded directly into this device which could be in the embodiment of a car- 
tridge. Such a device provides very easy, rapid and essentially painless injection of 
the compositions. 

30 Detailed description 

The composition 

The invention relates to a solid pharmaceutical composition for parenteral injection, 
35 a method for preparing the composition, use of the composition for parenteral injeo 
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tion as well as a device containing at least one solid pharmaceutical composition for 
parenteral Injection. 

According to the invention, a solid pharmaceutical composition for parenteral injec- 
5 tion is provided. The composition comprises a binder and at least one therapeutic 
agent, said binder constituting from 5 to 60 % by weight of the composition and said 
binder comprising at least one binding agent being a carbohydrate, and optionally at 
least one non-crystallisation agent, whereby said binder forms an amorphous matrix. 

10 By the present invention, it is possible to provide a composition having sufficient 
strength for parenteral injection yet having a large content of therapeutic agent. The 
binder Is In a state of an amorphous matrix, which ooukJ also be termed an amor- 
phous glassy matrix or a glass. 

1 5 Important Is also that the therapeutic agent is distributed homogeneously throughout 
the composition. One consequence of this Is that the strength Is also homogenous 
throughout the composition. Another consequence Is that the therapeutic agent is 
liberated at the same rate as the binder dissolves after injection. 

20 In addition to the strength, the binder also provides the composition with a very 
smooth surface. Thereby, the friction upon penetration of the epidermis or mucosa is 
greatly reduced and consequently less force is required for the penetration and the 
penetration causes less pain. It Is to be specifically understood that the composition 
penetrates the epidermis or the mucosa of the patient without the aid of any kind of 

25 syringe or trocar or similar devices. An advantage is that the composition Is very 
stable both in terms of the biological activity of the therapeutic agent and in terms of 
the geometry and the strength of the composition even when it is stored at ambient 
temperature. Thereby, the Invention combines compactness with ease of storage. 
Thus, patients requiring frequent parenteral medication, such as diabetics, growth 

30 deficiency patients and hemophilics, can store and carry their drugs much like tab- 
lets in a glass, a blister package, or In a cartridge containing the drugs. 

According to an especially preferred embodiment, the binder essentially remains an 
amorphous matrix for at least 6 months at ambient temperature. This Is achieved by 
35 carefully selecting the binding agent and the optional non-crystallisation agent so 
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that the binding agent does not crystallise during storage. If the binding agent starts 
crystallising the composition will lose its strength, or if the crystallisation only takes 
place at the surface, the geometry of the composition will change and the friction 
upon injection will Increase undesirably. 

5 

By the term strength is meant that the composition has sufficient compressive 
strength to penetrate the skin of a patient It has been determined experimentally 
that a pressure force of less than 5 Newton is required to penetrate the epidermis of 
a human being with the claimed composition. Less Is required to penetrate the mu- 
10 cosa. Consequently, the composition must be able to withstand such pressure force. 

The strength can be tested In a force gauge tester such as an Advanced Force 
Gauge AFG-250N from Mecmesfn, UK. Tests are carried out by formulating the 
composition as a rod and applying a pressure force to the rod. The pressure force is 
15 Increased until the rod breaks. The Instrument records the pressure force necessary 
to break the rod. This parameter Is termed the compressive strength and should be 
understood as the breaking strength under compression. 

According to a preferred embodiment, a rod made from the binder alone is able to 
20 . withstand a pressure force of at least 10 Newton. According to another embodiment, 
a rod made from the composition Is able to withstand a pressure force of at least 5 
Newton. Thereby, the composition has a well-defined compressive strength, which 
Is furthermore sufficient to endure the force required to penetrate the epidermis. 

25 Furthermore, at least 95 % of the strength of the composition may be maintained 
after 6 months, preferably after 12 months, at ambient temperature. It is important 
that the compositions are long term stable not only with respect to the biological 
activity and the structure of the composition, but also that the strength is essentially 
unaffected by storage. Some binding agents have a propensity to slowly crystallise 

30 after the amorphous glass matrix has been formed. Such binding agents are unsuit- 
able for the present invention. 

Preferentially, the composition should be essentially free from entrapped air. it is 
very important for the strength of the composition that no air is trapped Inside the 
35 composition during processing In order to prevent air in the composition after cool- 
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Ing. Apart from reducing the strength, entrapped air also takes up unnecessary 
space and thereby reduces the amount of therapeutic agent contained In the com- 
position. 

5 The composition preferentially has the shape of a pellet wherein the cross section of 
the pellet is substantially cylindrical, triangular, square, or polygonal. According to an 
especially preferred embodiment, the composition has the shape of a rod essentially 
cylindrical and pointed at one end. With compositions according to these embodi- 
ments, it becomes especially Important to withstand crystallisation. 

10 

As a human skin model, porcine abdomen skin has been used In penetration tests. 
Graphite rods with differently shaped pointed ends are pressed into porcine skin 
with a Lloyd Instrument LR5K, UK. The pressure force is measured in Newton as a 
function of the distance. The maximum force Is used to compare the different rod 

15 shapes. No point (180*) on the rod is unsatisfactory and the rod breaks before en- 
tering the skin. Using a graphite rod with a cone shaped point (90* top angle) is suf- 
ficient to penetrate the skin. However, a top angle of 60° significantly improves the 
penetration of the skin. Points with an angle below 30° are very thin and thereby 
fragile. The top angle of the pointed end should be between 30 and 110*. preferably 

20 between 40 and 90°. more preferably between 50 and 70*. 

By this embodiment is obtained that the composition acts like a needle and can 
penetrate the cutis or mucosa of the patient in the same way as a hypodermic nee- 
dle to enter the subcutis or submucosa. Thereby less force is required to force the 
25 composition through the cutis or mucosa and less binder is required to obtain the 
necessary strength. With less binder, the compositions can contain relatively more 
therapeutic agent 

When the composition has the shape of a needle it is especially important the com- 
30 position remains stable and does not crystallise. The delicate tip of the needle would 
easily be destroyed through crystallisation of the binding agent. 

The composition may have a maximum cross section of less than 1 mm. preferably 
from 0,7 to 0.3 mm, more preferably 0.6 to 0.4 mm. By providing the composition 
35 with this thickness, it has been determined that it can be Injected essentially without 
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pain. A further advantage is that less force is required to penetrate the skin as the 
diameter is reduced. By needles formed of the composition according to the Inven- 
tion, it has been found that even at these dimensions they still have the necessary 
strength to penetrate the cutis or mucosa upon injection. A further advantage of us- 
5 ing small diameters is that the surface area to volume ratio Is higher than for larger 
diameters. Thereby the compositions are dissolved more rapidly and the drugs can 
enter the body fluids to exert their effect However, a too small diameter will require 
a very long composition In order to oontain the predetermined amount of therapeutic 
agent A too small diameter would also reduce the compressive strength of the 
10 composition and maybe cause it to break upon Injection. 

The composition may be manufactured In any length but for most applications, the 
length of the rod is less than 10 mm, preferably less than 8 mm, more preferably 
less than 6 mm. The length of the composition is determined by the dose of the 

15 therapeutic agent, the amount of binder, and the selected diameter. The dose of 
many therapeutic proteins Is approximately 1 mg. One mg of protein excluding 
binder corresponds approximately to a cylinder with a diameter of 0.5 mm and a 
length of 3 mm. If such a composition containing 1 mg of protein Is made from 50 % 
therapeutic agent and 50 % binder, the composition has a length of 6 mm. When the 

20 required dose Is smaller, the dimension of the composition will be reduced accord- 
ingly. A dose of 1/3 mg protein in a composition with 50 % binder having a diameter 
of 0.5 mm has an approximate length of 2 mm. The invention is not restricted to any 
specific volume, the volumen being determined by the length and diameter of the 
composition. In most cases, the volume of the composition Is less than 5 ul. pref- 

25 erabiy less than 1 ul. Volumes down to 0.25 ul can obtained for small doses of 
therapeutic agent Thus, the above-mentioned composition having a diameter of 0.5 
mm and a length of 2 mm has a volume of 0.39 ut. 

The therapeutic agent may comprise at least 25 % by weight of the composition, 
30 preferably more than 30 %, more preferably more than 40 %. One of the great ad- 
vantages of the invention is that it is possible to obtain compositions having a very 
large content of therapeutic agent since the binder Is strong enough to provide the 
strength and geometry of the composition even when present In relatively small 
quantities. 

35 
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The invention encompasses compositions, wherein the therapeutic agent comprises 
up to 95 % by weight of the composition. This has been determined as the maxi- 
mum amount of therapeutic agent that can be loaded into the composition without 
reducing the compressive strength below the required limits. 

5 

According to an especially preferred embodiment of the invention, the binder com- 
prises at most 50 % by weight of the composition, preferably at most 40 %. 

The at least one binding agent which together with the optional at least one non- 
10 crystallisation agent comprises the binder, may comprise from 50 to 97 % by weight 
of the binder. The preferred amount of binding agent is determined by numerous 
factors, primarily the actual compound chosen. Some binding agents may form the 
amorphous glassy matrix of the binder in a pure state and others will need to be 
mixed with the non-crystallisation agent in various amounts. 

15 

When present the at least one non-crystallisation agent may comprise at least 1 % 
by weight of the binder. In some cases very limited amount such as down to 1 % of 
non-crystallisation agent needs to be present to prevent crystallisation of the binding 
agent. The amount of non-crystallisation agent fs determined largely by the propen- 
20 sity of the binding agent to crystallise. 

Many compounds are capable of forming a glass upon melting and subsequent 
quenching to below the glass transition temperature of the compound, Tg. Glasses 
can also be formed by dissolution and subsequent removal of the solvent, whereby 

25 the Tg is raised to above the storage and usage temperature. However, most com- 
pounds have a propensity to crystallise by themselves. Whereas an amorphous 
glass matrix often has a high compressive strength and a smooth surface, the same 
compound In a crystalline state has very limited compressive strength and a rough 
surface. The present inventors have determined that compositions can be made 

30 from pure maltose or from pure sorbitol. These compounds will form glasses, but the 
compounds crystallise gradually at room temperature causing the strength to be 
reduced and the geometry to be changed. By mixing two or more compounds, 
crystallisation can be prevented or retarded. The exact proportion of the two corn- 
pounds necessary to prevent crystallisation must be determined In each specific 

35 case. 



13 



16/04/99 13:49 HEIDEN & HO I BERG -> 43506001 



NR. 021 14 



11 



The compositions are not necessarily completely water free. However, the water 
content of the binder is less than 20 % (w/w), preferably less than 10 %, more pref- 
erably less than 5 %. such as from 1 to 5 %. It has been determined that by having a 
5 water content between 1 and 5 %. the composition Is not sticky and the binder is 
dissolved rapidly once Injected- By lowering the water content even further, the rate 
of dissolution upon contact with the body fluids may be reduced disproportionately 
causing the therapeutic agent to be released only very slowly. Furthermore, many 
therapeutic agents such as proteins, peptides and polypeptides are more stable at a 

10 low water content than when completely dry. The advantage of having a low water 
content is that the therapeutic agent becomes biologically very stable and does not 
require special storage conditions such as refrigeration to maintain the biological 
activity. A third advantage is that the composition becomes essentially resistant to 
microbial attack, since microbes require a certain water content in order to establish 

15 a colony. Thus the requirement for handling the compositions become less rigid 
since the presence of a few microbes on the composition will not result in mlerobic 
proliferation and thereby not cause contamination. Finally the presence of excess 
water in the composition may result in water vapour during processing, which may 
give rise to air entrapment in the composition during subsequent cooling. 

20 

Several compounds may be used as the at least one binding agent and the inven- 
tion is not limited to any specific compounds. According to a preferred embodiment 
the at least one binding agent is a mono-, di-, or oligosaccharide or a corresponding 
sugar alcohol or a derivative thereof Many of these compounds are frequently used 
25 for drug formulation, are contained in the phamacopoela and can therefore readily 
be approved by the authorities. Furthermore, these compounds make an amorphous 
glassy matrix readily. 

Furthermore, the at least one binding agent may be a carbohydrate-derivative. As 
30 mentioned, carbohydrates make amorphous glassy matrices readily. In some cases 
it is preferred to provide the composition with a binder having a slow rate of dissolu- 
tion compared to binder made from true carbohydrates. This can be obtained by 
derivatising the carbohydrate, especially by adding non-polar groups to the carbo- 
hydrate, whereby the compound Is rendered more hydrophobic. 

35 



14 



• 



16^04/99 



13:49 



HE I DEN & HO I BERG ■+ 43508001 



NR. 021 



15 



12 



According to a preferred embodiment the at least one binding agent is selected from 
maltose, sucrose, lactose, cellobiose, trehalose, mattutose, iso-mattuiose. maltitol, 
sorbitol, mannitot, glucose, fructose, raffinose, meiezitose, daxtran, man nose, sor- 
bose, mefiblose. sophrose, turanose, lactulose, stachyose. This group of carbohy- 
5 d rates has excellent amorphous glass matrix making abilities. Furthermore, the car- 
bohydrates are well known and can be purchased at reasonable price and in well 
characterised grades. 

The optional at least one non-crystallisatfon agent may preferentially also be a car* 
10 bohydrate, said carbohydrate being different from the binding agent. Likewise, the 
non-crystallisation agent may be a mono-, di-, or oligosaccharide, a corresponding 
sugar alcohol, or a derivative. It may be a natural or synthetic carbohydrate and ac- 
cording to an especially preferred embodiment the at least one non-crystallisation 
agent is selected from maltose, sucrose, lactose, ceHobtose, trehalose, mattutose, 
15 isomattulose, mattitol, sorbitol, mannitol, glucose, fructose, raffinose, melezitose, 
dextran. mannose. sorbose, melibiose, sophrose. turanose. lactulose, stachyose. 

Each combination of binding agent and non-crystallisation agent gives a unique 
amorphous glass matrix with a unique glass transition temperature, unique solubility, 
20 and unique strength. The composition has been found to perform excellently when 
the binding agent is selected from malt'rtol, sucrose, sorbitol, and mannitol and the 
non-crystallisation agent is selected from sorbitol, maltitol, and mannitol. These 
compounds are often used for pharmaceutical compositions, they all have the ad- 
vantage of being edible and without any side effects upon administration. 



According to an especially preferred embodiment, the binding agent is mattitol and 
the norvcrystaHisatk>n agent is sorbitol and/or hydrogenated oligosaccharides. By 
using these specific compounds to make up the binder, especially excellent results 
are obtained since the obtained amorphous glass matrix has an optimal glass trarv 

30 sition temperature and since the propensity to crystallise is very tow. Furthermore, 
maltitol can be obtained in quantities and in a very suitable grade. Commercial mal- 
titol Is made by enzymaUcafly degrading starch whereby a mixture of glucose, mal- 
tose, maltotriose and higher saccharides are formed. These are hydrogenated to 
form their corresponding sugar alcohols sorbitol, maltitol and hydrogenated otigo- 

35 saccharides. Thus, the product contains primarily maltitol and sufficient amounts of 
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the other sugar alcohols to prevent the crystallisation. MalUtol is tissue compatible, it 
Is a well tested compound and has been used for years In the production of so- 
called sugarfree candies. 

5 The binder comprising the at least carbohydrate and the optional at least one non- 
crystallisation agent should not reduce the stability of the therapeutic agent. This 
could for instance take place via chemical reactions between the therapeutic agent 
and the components of the binder, either during processing or during storage. To 
avoid undesired reactions between aldehyde groups In reducing sugars and side 
10 chains of proteins, peptides, or polypeptides, the at least one carbohydrate and the 
at least one nan-crystallisation agent are preferentially chosen from the group of 
non-reducing sugars. . 

The Tg of the binder should preferably be at least 30"C. The Tg of the binder should 
15 be above ambient temperature, preferably 5 to 10°C above ambient temperature, or 
the composition will gradually melt during storage. Under certain special conditions, 
it may be necessary to select a binder having a higher Tg, e.g. for use in the tropics. 
With certain very heat labile therapeutic agents, it may be necessary to select a 
binder having a much lower Tg, so that the composition can be processed at e.g. 
20 50°C. With such a low Tg. it may be necessary to store the compositions in the cold 
at 5°C and to Inject them before the temperature rises above the Tg. 

The Invention Is not limited by an upper Tg of the binder. Binders having a Tg from 
40 to 120°C are preferred. Depending on the therapeutic agent, it is preferred that 

25 the Tg of the binder is less than 90*C, more preferably less than 80°C. A majority of 
therapeutic agent are heat labile and although many proteins or peptides can toler- 
ate exposure to elevated temperatures In a dry state a loss of activity may never- 
theless be encountered during processing. To reduce exposure of the therapeutic 
agent to elevated temperatures it is therefore preferable to select binders with a low 

30 Tg with due respect to the lower limits mentioned above. 

According to a preferred embodiment, the viscosity of the composition Is less than 
50,000 Pa's, preferably less than 40.000 Pa*s, more preferably from 1,000 to 
30,000 Pa*s, In a sub-range of the temperature Interval between 60 and 140'C. In 
35 this temperature Interval the composition is in the state of a melt, which can be 
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shaped. Generally, most glasses encompassed by the present Invention have a 
suitable viscosity for bringing Into the desired geometry at 20 to 30"C or even ap- 
proximately 40" C above Tg of the binder. The viscosity of the composition is very 
important during injection of the melt into the mould and furthermore in the embodi- 
5 merits where the therapeutic agent is mixed with the melted binder. 

The composition may also be injection mouldable in a sub-range of the same tem- 
perature interval. A preferred method for manufacturing the composition is by injec- 
tion moulding. This means that the composition should possess a certain viscosity 
10 e.g. 1,000 to 30,000 Pa's in at least a sub-range of the temperature interval 60 to 
140 # C. 

As described above the composition may be provided with different dissolution rates 
according to the type of carbohydrate selected for the binder. Preferentially, how- 
15 ever, at least 50% of the therapeutic agent should be released from the composition 
within 1 hour after injection. This is obtained by selecting the at least one carbohy- 
drate and the optional non-crystallisation agent from the group of polar compounds 
and by keeping the water content of the composition within the preferred limits. 

20 Any type of therapeutic agent can be Incorporated into the composition and the in- 
vention is not limited to drugs with any specific function. Thus the therapeutic agent 
may be selected from analgesics, antianxiety drugs, antiarthiritic drugs, antibiotic 
agents, anticholinergics, antidepressants, antidiabetics, antiemetics, antihistamines, 
antihypertensive agents, antiinflammatory drugs, antimigraine agents, antiparkin- 

25 sonism agents, antipasmodesics, antipsychotics, antithrombotic agents, antiviral 
agents, appetite suppressants, blood factors, cardiovascular drugs, cerebral vaso- 
dilators, chemotherapeutic drugs, cholinergic agonists, contraceptives, coronary 
agents, diuretics, growth factors, hormonal agents, immunosuppressive agents, nar- 
cotic antagonists, opiods, peripheral asodilators, tranquilizers, vaccines, fmmuno- 

30 genie agents, and immunising agents. 

Similarly, the therapeutic agent may be any type of compound such as steroids, 
hormones, lipids, nucleic acids, nucleotides, oligonucleotides, oligosaccharides, 
organics, antibodies, peptide mime tics, peptides, polypeptides, polysaccharides, 
35 and proteins. In particular the therapeutic agent may be a peptide, a polypeptide or 
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a protein. Actually, the composition may also contain subcellular compositions, cells, 
bacteria or vira as a therapeutic agent for Immunogenic purposes. 

These compounds may be soluble in the amorphous glass matrix or they may be 
5 dispersed therein as particles. Important is that the therapeutic agent is homogene- 
ously distributed throughout the composition so that its release Is initiated as soon 
as the composition starts dissolving. 

In the embodiments, where the therapeutic agent is selected from proteins, pep- 
10 tides, and polypeptides, the protein, peptide, or polypeptide may be either amor- 
phous or crystalline. 

According to a preferred embodiment, the therapeutic agent is selected from hor- 
mones, antidiabetic drugs, growth factors, and blood factors. Preferably, the thera- 
15 peutic agent is a protein selected from the group Insulin, glucagon, growth hormone, 
growth factors, blood factors such as FVII or FVIII, GLP-1, EPO. TPO, interferon or 
derivatives of these proteins. Such proteins can either be naturally occurring pro- 
teins or recombinant proteins. 

20 Apart from the binder and the therapeutic agent, the composition may comprise ad- 
ditives, which could be selected from but is not restricted to the group of preserva- 
tives, stabilisers, adjuvants, lubricants, and disintegrates. Some therapeutic agents 
may need to be preserved or stabilised through the use of a preservative or stabi- 
liser, although this Is likely to be necessary only in a few cases, owing to the almost 

25 anhydrous conditions In the composition. In the cases where the therapeutic agent 
is for Immunisation, it may be preferential to add an adjuvant to increase the immu- 
nogenic response. Lubricants such as fatty acids or their salts may be added to en- 
sure that the composition does not stick to its packaging, e.g. a cartridge, and/or to 
provide lubrication as the composition penetrates the skin, tn cases where a rapid 

30 release of the therapeutic agent is desired and in cases where the therapeutic agent 
comprises a large proportion of the composition it may be necessary to add disinte- 
grators which will cause the composition to disintegrate and thereby release the 
therapeutic agent rapidly. 



18 



16/04/99 



13:49 HE I DEN 8. HO I BERG -» 43508001 



NR. 021 19 



16 

Furthermore, the composition may be provided with a coating. Such a coating could 
for instance comprise a lubricant as mentioned above and the purpose could for 
instance be to reduce the friction during penetration of the epidermis and thereby 
reduce the infection pain. 

5 

Methods for preparing the composition 

In addition, the Invention provides a method for preparing a solid pharmaceutical 
composition for parenteral injection comprising, mixing at least one therapeutic 

10 agent homogeneously with a binder, obtaining an amorphous melt matrix, whereby 
the binder comprises at least one binding agent being a carbohydrate and optionally 
at least one non-crystallisation agent, said binder constituting from 5 to 60 % by 
weight of the composition, shaping the melt to a predetermined geometry, cooling to 
below the Tg of the binder obtaining the composition, optionally removing the com- 

15 position from the mould cavity. 

The disclosed method provides a simple and Industrially applicable method for the 
preparation of the compositions. 

20 According to an especially preferred embodiment, the melt is injected into a mould 
cavity having a predetermined geometry. It Is a great advantage of this embodiment 
that it is possible to shape the composition by injection moulding, since methods for 
Injection moulding are wen developed and known to be Industrially applicable. Injec- 
tion moulding methods are used frequently for manufacture of plastic products such 

25 as syringes, filters, catheters etc, according to aseptic standards. 

The exact order of the steps may be varied according to the invention. Thus the 
amorphous glass matrix constituting the binder may be produced in larger quantities 
and stored for later processing or disintegrated and stored, or processed immedi- 
30 ately. 

Different methods for producing the amorphous glass matrix may also employed. 
The binder can be melted and quenched to make the amorphous glass matrix. The 
binder can be dissolved in a suitable solvent, preferentially in water, and the solvent 
35 removed by various methods such as boiling, vacuum boiling, freeze drying, spray 
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drying, vacuum evaporation, air drying, or fluklteed bed drying. Upon removal of the 
solvent, the binder will form an amorphous glass matrix for further processing. 

Similarly, the therapeutic agent may be added at different points of the process. 
5 Preferentially it Is added when trie binder is In the state of a dry powder as men- 
tioned above, but it may also, where appropriate, be kneaded into the melted binder. 
It may also be added to a solution of the binder and be dried or melted together with 
the binder. The choice of method will depend primarily on the glass forming tem- 
perature of the binder and the ability of the therapeutic agent to withstand elevated 
10 temperatures. 

According to one embodiment, the binder Is brought into a solid amorphous glass 
matrix by dissolving in a solvent and drying, preferentially by freeze-drying. After 
preparing the amorphous glass matrix, the matrix can be processed into a powder 
15 by known methods. 

According to an especially preferred embodiment, the binder and the at least one 
therapeutic agent are mixed homogeneously as powders. An advantage of this em- 
bodiment is that the therapeutic agent and the binder can be mixed in an essentially 

20 dry state where both ingredients are in the shape of a powder. Mixing under these 
conditions Is performed very easily. Experiments have shown that it is very difficult 
to obtain a homogeneous mixture when the therapeutic agent Is added to the binder 
in a molten condition and for instance kneaded into the binder. An additional ad- 
vantage of mixing (n the dry state is that mixing can take place at ambient tempera- 

25 ture whereby the activity of the therapeutic agent is conserved. When the composi- 
tion has been mixed, it is melted and can Immediately be Injection moulded whereby 
prolonged exposure of the therapeutic agent to elevated temperatures is avoided. 

The binder should contain less than 20 % water by weight, preferably less than 10 
30 %, more preferably less than 5 %, such as from 1 to 5 %. A melt consisting of for 
Instance glucose and sucrose can contain up to 20 % water by weight and still not 
boil at 110*C. It is important that the binder does not boil during processing, when 
heating is the preferred way of preparing the amorphous glass matrix. Boiling Is an 
indication of excess water, which may destabilise the therapeutic agent if it is pres- 
35 ent at this stage. Moreover, boiling water will create bubbles in the composition re- 
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suiting In air entrapment, ft is also important to bear in mind that the water content of 
the composition should not change during injection moulding and cooling of the 
composition. Whatever water Is present in the composition during moulding should 
remain Inside It and not for instance condense on the surface of the composition, 
5 since this may cause dissolution of parts of the composition. 

After the composition has been cooled In the mould cavity, it may optionally be re- 
moved and packaged in a blister package, In an injection cartridge or In a glass, 

10 Useofthecornoositian 

The invention also encompasses the use of a solid pharmaceutical composition for 
parenteral injection, said solid pharmaceutical composition comprising a binder and 
at least one therapeutic agent, said binder constituting from 5 to 60 % by weight of 
15 the composition and said binder comprising at least one binding agent being a car- 
bohydrate, and optionally at least one non-crystallisation agent, whereby said binder 
forms an amorphous matrix. 

Tnere are several advantages connected with using a solid pharmaceutical compo- 
20 sition according to the invention for parenteral injection. Through avoidance of nee- 
dles, one source for cross contamination in hospitals is eliminated. The injection 
volume according to the invention is very small, it can be less than 5 uL, preferably 
from 1 to 2 pL. Therefore, the composition can be injected essentially without paln. 

25 In addition, the therapeutic agent of the composition according to the invention is 
long term stable even at ambient temperature and there Is no need for special stor- 
age conditions such as refrigeration. Furthermore, the composition is stable at am- 
bient temperature both in terms of the compressive strength, the glassy nature of 
the binder and the geometry. 

30 

It is expected that the invention can be used for any kind of animal, which needs 
medication through parenteral injection. Such animals could for Instance include 
fish, birds, molluscs, reptiles, or mammals including man. 
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Th composition can preferably be used for patients requiring frequent medication 
such as diabetics. By frequent is meant that the therapeutic agent must be injected 
parenteral^ at least once a day. Such patients always need to carry with them a 
quantity of therapeutic agent for Injection. The convenience of administration as well 
5 as the convenience of storage of the compositions according to the present inven- 
tion makes it especially useful for this group of patients. 

Another preferred use of the composition Is for Immunisation. Immunisation of chil- 
dren is often carried out in the clinics of general practitioners that will appreciate the 

10 less rigid storage requirements of the compositions according to the Inventions. The 
same cartridge containing several compositions can be used for different children, 
since there is no risk for cross contamination. The only object that penetrates the 
skin of the patient is the composition itself. The injection will not cause the Injection 
device or the cartridge housing the compositions to be contaminated. Additionally, 

15 children who often suffer from pre-lnjection fear will appreciate the almost painless 
injection that can be carried out. 

Another large group of patients requiring Immunisation Is in the tropics and during 
epidemics where large groups of individuals need Immunisation at essentially the 
20 same time. Using the compositions according to the present invention for mass im- 
munisations Is much more rapid and much safer than using conventional injection of 
aqueous solutions or suspensions of the immunoactive agent. According to the prior 
art, a new hypodermic needle needs to be used for every single person. 

25 Mass medication Is also frequently used in animal and fish farming. In these cases it 
will also be of great advantage to use the compositions according to the present 
Invention for reasons of speed and reduction of cross contamination. 

A device containing the composition 

30 

The invention also encompasses a device containing at least one solid pharmaceu- 
tical composition for parenteral injection, said solid pharmaceutical composition 
comprising, a binder and at least one therapeutic agent, said binder constituting 
from 5 to 60 % by weight of the composition and said binder comprising at least one 
35 binding agent being a carbohydrate, and optionally at least one non-crystallisation 
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agent, whereby said binder forms an amorphous matrix, said device being adapted 
to inject the composition through epidermis or mucosa. 

This device could for Instance be in the embodiment of a cartridge where the com- 
5 positions are stored for later Injection. It is of course also possible to manufacture 
the composition directly In the cartridge so that there is no need for handling the 
compositions after they have been injection moulded and hardened. Preferentially 
the cartridge is sealed by a suitable sealing means after the compositions have 
been moulded and coded to below Tg of the binder. This seal protects the composi- 
10 tions from humidity and contamination. Such a cartridge also forms a convenient 
storage and shipping means to protect the delicate compositions during storage and 
shipping. Optionally, the cartridge can be fitted directly on an injection device 
adapted to Inject the compositions parenterally. 

15 Examples 

In the following, the invention is described as non-limiting examples. 
Example 1. 

20 Extruded composition containing 100% human Insulin (comparative example) 

1.0 g of insulin is mixed with 1.0 g of water. The mixture was kneaded with a spatula 
In a glass bottle until homogeneity. The mixture was placed in a Ray-Ran test sam- 
ple moulder from Ray-Ran Engineering, UK. The mixture was extruded through a 
25 0.5 mm hole. The resulting rods were dried tor 24 hours. The compressive strength 
was tested with an Advanced Force Gauge AFG-250N from Mecmesin, UK. The 
compressive strength of the rods (diameter 0.5 mm, length 5 mm) was between 2 
and 5 N and the rods were therefore not able to penetrate human skin. The rods 
were investigated under microscope and air entrapment was observed. 

30 
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Example 2. 

Extruded composition containing 80% human Insulin and 20% mannitol (compara- 
tive example) 

5 0.4 g of mannitol was dissolved In 3.6 g water. 1.6 g of Insulin Is mixed with the man- 
nitol solution. The mixture was kneaded with a spatula in a glass bottle until homo- 
geneity. The mixture was placed in a Ray-Ran test sample moulder from Ray-Ran 
Engineering, UK. The mixture was extruded through a 0.5 mm hole. The resulting 
rods were dried for 24 hours. The compressive strength was tested with an Ad- 
10 vanced Force Gauge AFG-250N from Meemesln, UK. The compressive strength of 
the rods (diameter 0.5 mm, length 5 mm) was between 1 and 5 N and the rods were 
therefore not able to penetrate human skin. The rods were Investigated under mi- 
croscope and air entrapment was observed. 

15 These examples illustrate that compositions with the same size and shape as the 
compositions according to the present invention but without a binder in the state of 
an amorphous matrix do not have the physical strength to be parenteral^ injected. 
One of the reasons for the lack of strength is the presence of entrapped air. Thus, 
such compositions wilt need to be injected by use of a hypodermic needle, a trocar 

20 or similar means. Thereby, they do not have the advantages of the present inven- 
tion. 

Example 3. 

Composition comprising a binder, 100% C*Meltidex H 16323 (86% maltitol) 

25 

100 g C*MaltkJex H 16323 was cooked at 168*C with 8 minutes vacuum time In the 
end. The solution was cooled to 100*C and transferred to the Ray-Ran test sample 
moulder from Ray-Ran Engineering, UK and extruded through a 0.5 mm hole. The 
amorphous glassy rod was cooled to room temperature. The compressive strength 
30 was tested with an Advanced Force Gauge AFG-250N from Mecmesin, UK. The 
compressive strength of the rods (diameter 0.5 mm, length 5 mm) was between 30 
and 50 N and therefore suited to penetrate human skin. Thus the compressive 
strength of the dry C'Maltidex rods are comparable with the HB type pencil from 
Pentel, Japan. 

35 
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This example illustrates that it is possible to manufacture compositions according to 
the present invention with a very large strength. In the specific example a composi- 
tion was moulded from C'Malttdex which contains 98% maltitol. This product con- 
tains tn Itself sufficient "impurities", primarily sorbitol and sugar alcohols of malto- 
5 triose and higher oligosaccharides, acting as non-crystallisation agents. 

Exompie 4, 

Insulin activity after moulding. 

10 35 g of dry amorphous C'Mattidex H 16323 was mixed with 35 g human Insulin in a 
Brabender with a Plasti-Corder PL2000 and Mixer Measuring Head at 95°C until the 
torque In Nm was constant. The mixture was cooled and Investigated under micro- 
scope and there was no air entrapment, which also Is Indicated by the constant 
torque. The activity of Insulin was measured before and after the mixing at 95°C 

15 using the pharmacopoeia HPLC method. The insulin activity before mixing was 
99,62% and after mixing 97,52%. The difference is not significant. 

The example Illustrates the advantage of preparing a composition without adding 
water. Although the melt is prepared at 95*C, the reduction In insulin activity is neg- 
20 llgible. This is primarily a consequence of the almost anhydrous state of the glass 
matrix. Many heat labile therapeutic agents, typically proteins, polypeptides and 
peptides, tolerate relatively high temperatures in the absence of water. 

Example 5. 

25 Compressive strength of a composition. 

The mixture prepared in example 4 was transferred to the Ray-Ran test sample 
moulder from Ray-Ran Engineering, UK and extruded through a 0.5 mm hole at 
100°C. The amorphous glassy rod including the dry drug filler was cooled to room 
30 temperature. The compressive strength was tested with an Advanced Force Gauge 
AFG-250N from Mecmesln, UK. The compressive strength of the rods (diameter 
0.5 mm, length 5 mm) was between 10 and 40 N and therefore suited to penetrate 
human skin. 
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The composition according to this example contains 50% by weight of both thera- 
peutic agent and amorphous binder. The compressive strength of the rods is satis- 
factory. 
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Claims 

1 . A solid pharmaceutical composition for parenteral injection comprising a binder 
and at least one therapeutic agent, said binder constituting from 5 to 60 % by weight 

5 of the composition and said binder comprising at least one binding agent being a 
carbohydrate, and optionally at least one non-crystallisation agent, whereby said 
binder forms an amorphous matrix. 

2. The composition according to claim 1, wherein the binder essentially remains an 
10 amorphous matrix for at least 6 months at ambient temperature, preferably for at 

least 12 months. 

3. The composition according to any of the preceding claims, wherein the binder can 
endure a pressure force of at least 10 Newton. 

15 

4. The composition according to any of the preceding claims, wherein the composi- 
tion can endure a pressure force of at least 5 Newton. 

5. The composition according any of the preceding claims, wherein at least 95 % of 
20 the strength of the composition Is maintained after 6 months, preferably at least 12 

months, at ambient temperature. 

6. The composition according to any of the preceding claims, wherein the composi- 
tion is essentially free from entrapped air. 

25 

7. The composition according to claim 1, being a pellet wherein the cross section of 
the pellet is substantially cylindrical, triangular, square, or polygonal. 

8. The composition according to claim 1. having the shape of a rod essentially cylirv 
30 drical and pointed at one end. 

9. The composition according to claim 8, wherein the top angle of the rod is between 
30 and 1 10". preferably between 40 and 90V more preferably between 50 and 70V 



27 



16/04/99 13:49 HE I DEN 8. HO I BERG * 43568091 



NR. 021 28 



25 

10. The composition according to claim 7 or 8. wherein the maximum cross section 
of the pellet is less than 1 mm, preferably from 0.7 to 0.3 mm, more preferably from 
0.6 to 0.4 mm. 

5 11. The composition according to claim 8, whereby the length of the rod is less than 
10 mm, preferably less than 7 mm, more preferably less than 2 mm. 

1 2. The composition according to any of the preceding claims, wherein the volume 
of the composition is less than 5 Ml. preferably less than 1 pi. 

10 

13. The composition according to any of the preceding claims, wherein the compo- 
sition can penetrate the epidermis of a human being with a force less than 5 New- 
ton. 

15 14. The composition according to any of the preceding claims, wherein the thera- 
peutic agent comprises at least 25 % by weight of the composition, preferably more 
than 30 %, more preferably more than 40 %, 

1 5. The composition according to any of the preceding claims, wherein the binder 
20 comprises at most 50 % by weight of the composition, preferably at most 40 %. 

16. The composition according to any of the preceding claims, wherein the at least 
one binding agent comprises from 50 and 97 % by weight of the binder. 

25 17. The composition according to any of the preceding claims, wherein the at least 
one non-crystallisation agent comprises at least 1 % by weight of the binder. 

18. The composition according to any of the preceding claims, wherein the water 
content of the binder is less than 20 % by weight, preferably less than 10 %, more 

30 preferably less than 5%. such as from 1 to 5 %. 

19. The composition according to any of the preceding claims, wherein the at least 
one binding agent being a carbohydrate is a mono-, di-, or oligosaccharide or a cor- 
responding sugar alcohol or a derivative thereof. 

35 
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20. The composition according to claim 19, wherein the at least one binding agent Is 
selected from maltose, sucrose, lactose, celloblose, trehalose, maftulose. iso- 
mattufose, maltitol, sorbitol, mannitol. glucose, fructose, raffinose, melezitose, dex- 
tran. mannose, sorbose, melibiose. sophrose, turanose, lactulose, stachyose. 

5 

21. The composition according to any of the preceding claims, wherein the at least 
one non-crystalllsatlon agent Is a carbohydrate, said carbohydrate being different 
from the binding agent. 

10 22. The composition according to claim 21, wherein the at least one non- 
crystallisation agent Is a mono-, dk or oligosaccharide, a corresponding sugar alco- 
hol, or a derivative thereof. 

23. The composition according to claim 21, wherein the at least one non- 
15 crystallisation agent Is selected from mattose. sucrose, lactose, celloblose, treha- 
lose, rnaltulose, iso-maltulose, maltitol. sorbitol, mannitol, glucose, fructose, raffi- 
nose, melezitose, dextran, mannose, sorbose, melibiose, sophrose, turanose, lac- 
tulose, stachyose. 

20 24. The composition according to any of the preceding claims, wherein the binding 
agent is selected from maltitol, sucrose, sorbitol, and mannitol and the non- 
crystallisation agent is selected from sorbitol, maltitol, and mannitol. 

25- The composition according to any of the preceding claims, wherein the binding 
25 agent is maltitol and the non-crystallisation agent is sorbitol, and/or sugar alcohols of 
martotriose and higher oligosaccharides. 

26. The composition according to any Of the preceding claims, wherein the Tg of the 
binder Is at least 30°C. 

30 

27. The composition according to any of the preceding claims, wherein Tg of the 
binder is from 40 to 120 e C. 

28. The composition according to any of the preceding claims, wherein the viscosity 
35 of the composition Is less than 50,000 Pa*s. preferably less than 40,000 Pa*s, more 
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preferably from 1,000 to 30,000 Pa's, In a sub-range of the temperature interval 
between 60 and 140 B C. 

29. The composition according to any of the preceding claims, wherein the compo- 
5 sltion Is Injection mouldable in a sub-range of the temperature interval between 60 

and 140°C. 

30. The composition according to any of the preceding claims, wherein at (east 50% 
of the therapeutic agent is released from the composition within 60 min after injec- 

10 Hon. 

31 . The composition according to any of the preceding claims, wherein the thera- 
peutic agent is selected from analgesics, antianxiety drugs, antiarthiritic drugs, anti- 
biotic agents, anticholinergics, antidepressants, antidiabetics, antiemetics, antihis- 

15 taminfcs, antihypertensive agents, antiinflammatory drugs, antimigraine agents, an- 
liparklnsonlsm agents, antfpasmodesics. antipsychotics, antithrombotic agents, anti- 
viral agents, appetite suppressants, blood factors, cardiovascular drugs, cerebral 
vasodilators, che moth Bra peutic drugs, cholinergic agonists, contraceptives, coro- 
nary agents, diuretics, hormonal agents, immunosuppressive agents, growth factors, 

20 narcotic antagonists, oplods, peripheral asodilators, tranquilizers, vaccines, Immu- 
nogenic agents, and immunising agents. 

32. The composition according to any of the preceding claims, wherein the thera- 
peutic agent Is selected from hormones, lipids, nucleic acids, nucleotides, oligonu- 

25 cfeotides, oligosaccharides, organics, peptide mlmetics, antibodies, peptides, poly- 
saccharides, and proteins. 

33. Trie composition according to any of the preceding claims, wherein the thera- 
peutic agent Is selected from proteins, peptides, and polypeptides, said protein. 

30 peptide, or polypeptide being amorphous or crystalline. 

34. The composition according to any of the preceding claims 31 to 33. wherein the 
therapeutic agent is selected from hormones, antidiabetic drugs, growth factors, and 
blood factors, preferably being a protein selected from Insulin, glucagon, growth 
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hormone, growth factor such as FVM and FVIII. GLP-1, EPO, TPO. interferon or de- 
rivatives of these proteins, 

35. The composition according to any of the preceding claims, wherein the binder 
does not reduce the stability of the therapeutic agent. 

36. The composition according to any of the preceding claims, wherein the at least 
one binding agent and the at least one non-crystallisation agent are non-reducing 
sugars. 



10 



37. The composition according to any of the preceding claims, further comprising an 
additive selected from the group of preservatives, adjuvants, stabilisers, lubricants, 
and disintegrators. 

15 38. The composition according to any of the preceding claims, wherein the compo- 
sition is provided with a coating. 

39. A method for preparing a solid pharmaceutical composition for parenteral injec- 
tion comprising, mixing at least one therapeutic agent homogeneously with a binder, 

20 obtaining an amorphous melt matrix, whereby the binder comprises at least one 
binding agent being a carbohydrate and optionally at least one non-crystallisation 
agent, said binder constituting from 5 to 60 % by weight of the composition, shaping 
the melt to a predetermined geometry, cooling to below the Tg of the binder obtain- 
ing the composition, optionally removing the composition from the mould cavity. 

25 

40. The method according to claim 39. whereby the melt is Injected into a mould 
cavity having a predetermined geometry. 

41 . The method according to any of the preceding claims 39 and 40, optionally fur- 
30 ther comprising a heating step to obtain the amorphous matrix prior to mixing the 

composition. 

42. The method according to any of the preceding claims 39 to 41 , whereby prior to 
melting the binder Is dissolved in a solvent, dried, preferentially by freeze drying. 
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obtaining a solid amorphous matrix, and optionally disintegrating the bind r into a 
powder 

43. The method according to any of the preceding claims 39 to 42, whereby the 
5 binder and the at least one therapeutic agent are mixed homogeneously as powders 

and melted to form the melt afterwards. 

44. The method according to claim 42. whereby the solvent is water. 

10 45. The method according to any of the preceding claims 39 to 44, whereby the 
water content of the composition is less than 20 % by weight, preferably less than 
10%. more preferably less than 5 %, such as from 1 to 5 %. 

46. The method according to any of the preceding claims 39 to 45. whereby the Tg 
15 of the binder Is at least 30°C. 

47. The method according to any of the preceding claims 39 to 46, whereby the vis- 
cosity of the composition is less than 50,000 Pa's, preferably less than 40,000 Pa's, 
more preferably from 1.000 to 30,000 Pa*s, In a sub-range of the temperature inter- 

20 val between 60 and 140°C. 

48. The method according to any of the preceding claims 39 to 47, whereby the 
steps of the method are carried out essentially aseptically. 

25 49. The method according to any of the preceding claims 39 to 46, whereby the 
composition is moulded as the second part in a two component moulding machine. 

50. The method according to claim 49, whereby a cartridge constituting the mould 
cavity Is moulded as the first part In a two component moulding machine. 

30 

51. Use of a solid pharmaceutical composition as defined by claims 1 to 36 for par- 
enteral injection. 

52. Use of a composition according to claim 51, whereby the animal is selected from 
35 the group of fish, birds, molluscs, reptiles, or mammals including man. 
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53. Use of a composition according to any of the preceding claims 51 to 52, 
* whereby the composition ts injected at least once a day. 



5 54. Use of a composition according to any of the preceding claims 51 to 53 for im- 
munisation. 

55. A device containing at least one solid pharmaceutical composition as defined by 
claims 1 to 38 for parenteral Injection, said device being adapted to Inject the eom- 

10 position through epidermis or mucosa. 

56. A device according to claim 55, containing at least 1 0 compositions, preferably 
at least 14 compositions, more preferably at least 30 compositions. 

15 57. A device according to any of claims 55 and 56, wherein the compositions are 
sealed, preferably sealed Individually. 
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